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Description 

[0001] This invention relates to flexible substrates for 
electronic or optoelectronic devices, particularly but not 
exclusively organic light emitting devices (OLEDs), and 
to OLEDs fabricated on flexible substrates. 
[0002] Organic light-emitting devices such as de- 
scribed in US Patent No. 5,247,190 or in US Patent No. 
4,539,507, the contents of which are incorporated here- 
in by reference, have great potential for use In various 
display applications. According to one method, an 
OLED is fabricated by coating a glass or plastic sub- 
strate with a transparent first electrode (anode) such as 
indium tin oxide (ITO). At least one layer of a thin film of 
an electroluminescent organic material is then deposit- 
ed prior to a final layer which Is a film of a second elec- 
trode (cathode) which Is typically a metal or alloy. 
[0003] The electrode and organic layers used in 
OLEDs are typically very thin; normally of the order of a 
few 100 nm and typically around 100 nm and can be 
flexed without a great risk of damage to the device struc- 
ture and functioning of the device. By using thin sub- 
strates of glass or transparent plastic, formable and/or 
flexible light sources and displays can be made. For this 
purpose substrates can be at most a few 100 ^im thick. 
[0004] In order to fabricate OLEDs which have good 
operating and shelf life it Is of utmost importance to pro- 
tect the active layers of the device. I.e. the electrode and 
organic layers, from the Ingress of ambient species 
which can react with the active layer and deteriorate de- 
vice performance, particularly oxygen and moisture. 
Typically, but not necessarily, an OLED emits light only 
from one side and this is typically through the transpar- 
ent substrate and anode. The cathode is typically 
opaque and is made of a metal or alloy. This opaque 
side is relatively easy to encapsulate against the ingress 
of ambient reactive species as, for example, pinhole- 
f ree metal foils or metallised plastic foils can be used by, 
for example, lamination to the cathode. 
[0005] For OLEDs fabricated on glass substrates the 
glass itself provides an excellent barrier against the in- 
gress of oxygen and moisture. However, for OLEDs fab- 
ricated on transparent plastic foils It is extremely difficult 
to encapsulate the transparent side against the ingress 
of ambient reactive species. The oxygen and water per- 
meabilities of even the most Impermeable transparent 
plastic substrates (thin films) presently available are too 
high to be sufficient as a barrier for long life OLED de- 
vices. A simple estimate for this is given for example in 
K. Pichler, Phil. Trans. R. Soc. Lond. A (1997), Vol. 355, 
pp 829-842. This situation can be greatly improved by 
the conductive transparent coating itself, typically an in- 
organic conductive oxide such as indium tin oxide (ITO). 
Such ITO coatings on the thin plastic substrates can be 
very good barriers against the ingress of oxygen and 
water from outside into the device, as long as the ITO 
coatings are pinhole-free and defect free. However, 
these thin ITO (or other conductive oxide coatings) de- 



posited onto thin flexible plastic substrates are prone to 
"cracking" if the substrates are not handled with the 
greatest care. The occurrence of such cracks in the ITO 
coating creates highly efficient diffusion channels for the 
5 ingress of ambient reactive species, just as pinholes in 
the coating would do. In addition to that, such cracks in 
the ITO coating may also result in an undesired deteri- 
oration of the surface flatness of the coating. This re- 
quirement to avoid cracking of the ITO coating puts se- 
10 vere constraints on the handling of the substrates and 
devices and hence the manufacturing process. 
[0006] Alternatively, the use as an OLED substrate of 
thin formable and/or flexible glass with thicknesses of 
less than 200 |im is possible and even only 30 nm thick 
15 flexible glass, which is available commercially, is imper- 
meable to oxygen and water and thus provides excellent 
barrier properties together with high transparency. Such 
thin glass is currently available from, for example, DES- 
AG AG, Germany. However, such thin glass, although 
of a composition and specially manufactured to reduce 
brittleness, is still extremely difficult to handle and can 
very easily break if not handled with the greatest care. 
This puts severe limitations on the use of thin flexible 
glass as substrates for OLEDs due to the difficulty of 
manufacturing. 

[0007] It is an aim of the present invention to provide 
an improved substrate for an electronic or optoelectron- 
ic device including at least one electrically active organic 
layer, which avoids or at least reduces the problems of 
the prior art. 

[0008] According to one aspect of the present inven- 
tion there is provided the use of a transparent or sub- 
stantially transparent formable and/or flexible compos- 
ite structure comprising a layer of glass of a thickness 
<200 nm and a layer of plastic according to claim 1 . In 
this connection the form ability of the component allows 
it to deviate from full planarity by bending and/or twisting 
so it can adapt to the shape or form of some other object. 
Its flexibility allows it to be bent without detrimentally af- 
fecting its barrier properties. 

[0009] The invention is particulariy but not exclusively 
concerned with the use of the composite structure as a 
substrate for a flexible organic light-emitting device. 
Such a device comprises a first charge injecting elec- 
trode for injecting charge carriers of a first type and a 
second charge injecting electrode for injecting charge 
carriers of a second type. Between the first and second 
electrodes is arranged at least one layer of a thin film of 
an electroluminescent organic material. When an elec- 
tric field is applied across the device, charge carriers 
Injected into the material by the first and second elec- 
trodes recombine and decay radiatively causing light to 
be emitted from the electroluminescent layer. In the 
present description, the first electrode is refenred to 
herein as the anode and the second electrode is referred 
to herein as the cathode. 

[001 0] Other electronic and optoelectronic devices in- 
clude thin film transistors (TFTs), diodes, photodiodes. 
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tricxJes, photovoltaic cells and photocouplers. 
[001 1 ] The outer protective element can constitute a 
substrate for the organic device and, as such, can be 
coated with a transparent electrode layer. That layer 
would normally be the anode and is preferably of indium s 
tin oxide. In that case, the electrode coating is applied 
to one surface of the glass layer so that the plastic layer, 
adjacent the other surface of the glass layer, forms the 
outer layer of the protective element. As an alternative, 
the outer protective element constitutes an encapsula- 
tion film for a preformed organic light-emitting device. 
[001 2] In order to form the structure in which the outer 
protective element constitutes a substrate for the organ- 
ic light-emitting device, the glass layer may be precoat- 
ed with a transparent electrode layer prior to attachment 
to the plastic layer, or the transparent electrode layer 
may be deposited after fabrication of the composite 
structure. It is also possible to reverse the order of layers 
in the conriposite structure so that the plastic layer con- 
stitutes the inner layer carrying the electrode layer and 
the outer layer constitutes the glass layer. 
[0013] The electronic or optoelectronic device with 
the outer protective element can be manufactured in a 
sequence of integrated steps which include the con- 
struction of the composite structure, deposition of the 
transparent electrode layer, deposition of the or each or- 
ganic electrically active layer and deposition of the sec- 
ond electrode layer. A batch, semi-continuous or con- 
tinuous process can be considered for the manufacture 
of the complete device. A further encapsulation layer on 
the second electrode layer can be provided. 
[0014] Various manufacturing techniques are possi- 
ble in accordance with different embodiments of the 
present invention. 

[0015] According to one embodiment, a plastic layer 
carrying a coating of a first transparent electrode (e.g. 
ITO) is provided. Then, at least one layer of an electri- 
cally active, e.g. electroluminescent, organic material is 
deposited followed by the second electrode layer. The 
complete structure is then laminated to the glass layer. 
[0016] According to another embodiment, the plastic 
and glass layers are exchanged in the preceding se- 
quence. 

[0017] According to a further embodiment, the com- 
posite structure is prefabricated and is then used as the 
basis for deposition of the first electrode layer, the at 
least one layer of an electrically active organic material 
and the second electrode layer. 
[0018] If the glass layer is used as the "outer layer", 
that is with the plastic layer adjacent the first electrode 
layer and within the glass layer, it is important to remove 
(for example by out-gassing, baking-out or pumping- 
out) impurities (for example oxygen, water and possible 
other low molecular weight compounds) which may be 
present in the substrate. 

[0019] Preferably, the glass layer is less than 100 nm 
thick and better still around or less than 50|im thick. 
[0020] Preferably, the plastic layer is less than or 



around 1 mm thick and preferably less than or around 
500 ^m thick and better still less than or around 200 ^m 
thick. 

[0021] The glass and plastic layers can be provided 
in sheet form according to a batch process. 
[0022] Alternatively, the glass layer can be provided 
in sheet form and the plastic layer from a continuous roll. 
[0023] As a further possibility, both glass and plastic 
layers are from continuous rolls. 
[0024] The composite stmcture can be formed by 
lamination of the glass and plastic layers, e.g. according 
to a batch process, a continuous roil-to-roll process or 
a semi-continuous process whereby the plastic layer is 
a continuous film and the glass layer is in sheet form. 
[0025] The plastic layer can be of e.g. polyesters, 
polycarbonate, polyvinylbuterate, polyethylene and 
substituted potyethylenes, polyhydroxybuty rates, poly- 
hydroxyvlnylbutyrates, polyetherimides, polyamides, 
polyethylenenaphalate, . polyamides, polyethers, 
polysulphones, polyvinylacetylenes, transparent ther- 
moplastics, transparent polybutadienes, polycyanoacr-. 
ytates, cellulose-based polymers, polyacrylates and 
polymethacrylates, polyvinylalcohol, polysulphldes and 
polysiloxanes. 

[0026] It is also possible to use polymers which can 
be deposited/coated as pre-polymers or pre-com- 
pounds and then converted, such as epoxy-resins, poly- 
urethanes, phenol-formaldehyde resins, and melamine- 
formaldehyde resins. 

[0027] The lamination of the glass and plastic layers 
can be with glue/adhesive in between the two layers. In 
that case, glue can be pre-coated onto one of the two 
or on both substrates; or supplied during the lamination 
process, at room or elevated temperature and with or 
without pressure. UV-cured glues are also suitable. 
[0028] The plastic layer can be from Aclam^*^ or other 
similar plastic sheets which are pre-coated with a heat- 
seal glue. 

[0029] Lamination and/or deposition of the plastic lay- 
er onto the glass layer can be integrated in the fabrica- 
tion process of the glass, i.e. glass comes off the fabri- 
cation line and is then (still hot or warm or cold) coated 
with the plastic. 

[0030] As an alternative to formation by lamination, 
the plastic layer of the composite is coated onto the 
glass layer by a batch or continuous process. Coating 
of the plastic onto the glass can be by dip, spray, solu- 
tion-spin, solution-blade, meniscus coating, or by coat- 
ing of a molten plastic onto the glass layer. 
[0031] That is, it is possible to consider the different 
situations (i) where plastic exists already as film and is 
laminated to the glass and (ii) where plastic is not in film 
form but is coated onto the glass by dip, spray, etc. etc. 
The pre-polymers mentioned above, for example, are 
amenable to case (ii). However, also several of the other 
plastics mentioned above can be coated for case (ii). In 
this instance the polymers can be coated onto the glass 
principally by: coating from solution, from a melt or as 
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pre-polymer. 

[0032] The invention also provides a flexible electron- 
ic or optoelectronic device comprising: 

a flexible and/or formabte composite structure com- 
prising a layer of glass of thickness <200 ^m and a 
layer of plastic; 

a transparent or substantially transparent first elec- 
trode layer overlying the composite structure; 
at least one layer of an electrically active organic 
material overiying the first electrode layer; and 
a second electrode layer overlying the layer(s) of 
organic material. 

[0033] In one embodiment, the electrically active or- 
ganic material is electroluminescent. 
[0034] The composite structure finds use as a sub- 
strate/encapsulant not only for OLEDs (small molecule 
fluorescence (SMF) and (LEP) light emitting polymers) 
but for other devices including at least one electrically 
active organic layer e.g. organic photo-detectors, organ- 
ic solar-cells, thin-film-transistor (TFT) arrays and TFTs 
for OLEDs. The preferred use is for LEP products such 
as unpatterned backlights and other light sources or pat- 
terned devices such as signs, alpha-numeric displays 
or dot-matrix and other high-resolution displays. In par- 
ticular, a preferred light-emitting polymer is a semicon- 
ductive conjugated polymer of the type discussed in the 
earlier referenced US patents. 

[0035] It is often the case that the problems with han- 
dling thin glass arise from picking up glass sheets at the 
edges where a crack can start very easily. In order to 
avoid this, one embodiment of the present Invention pro- 
vides that the plastic layer extends beyond the edges of 
the glass layer in the composite so that the plastic part 
only can be used to pick up the composite structure. This 
reduces cracking possibilities and keeps the glass layer 
untouched. 

[0036] The plastic "excess" can be all around the 
glass substrate, at one edge or at any of a number of 
edges. 

[0037] In manufacture of an organic light-emitting de- 
vice, it is usually necessary to subject some or ail of the 
layers to processing steps. For example, if the electro- 
luminescent organic material Is a semiconductive con- 
jugated polymer such as poly(phenylene vinylene) 
(PPV) then the deposition of that layer would normally 
take place by depositing a precursor to the polymer in 
a solvent, for example by spin-coating, and then sub- 
jecting that layer to a subsequent processing step to 
convert the precursor to the final polymer. Thus, the un- 
derlying composite structure, if present during these 
processing steps, must be able to withstand the solvents 
used for spin-coating the precursor layer and the sub- 
sequent temperatures used for driving off the solvent 
and converting the precursor to the polymer. Thus, the 
plastic layer of the composite structure needs to be of 
appropriate qualities. For example, If the composite 



structure is to be subjected to high temperatures, then 
the glass-transition temperature of the plastic layer 
should be above those temperatures. For example, a 
temperature of in excess of 150*C is possible. Moreo- 
5 ver, the plastic layer should be resistant to the solvent 
layers used for the polymers, such as mixed xylene, 
THF, used for soluble conjugated polymers such as 
MEH PPV. 

[0038] The composite structure can comprise more 
10 than two layers. For example, the composite structure 
can comprise a glass layer and two plastic layers. 
[0039] In particular, a composite structure can com- 
prise a plastic/glass/plastic composite with a coating of 
ITO on the outer surface of one of the plastic layers, 
15 Such a structure would be preferred in a situation where 
there was a significant difference in the expansion co- 
efficients of the glass layer and plastic layer, such that 
a bending of the composite structure may take part. This 
would be prevented if an additional layer was incorpo- 
rated. 

[0040] Additional functionality can be incorporated in- 
to the plastic layer. For example, the plastic layer can 
comprise a plastic polariser sheet, a contrast-enhancing 
filter-laminate, have anti-reflective properties, colour fil- 
ter properties or colour conversion properties. For ex- 
ample, it would be possible to have a device in which 
the light emitting layer emits blue light and in which the 
laminate contains, for example, red or green fluorescent 
molecules which absorb the blue and re-emit In the red 
or green. Alternatively or additionally, the plastic layer 
can be designed to block undesired ambient light and/ 
or have scattering particles so that wave guiding is re- 
duced and the brightness of the device is increased. 
Where possible, such additional functionalities could be 
incorporated in the glass layer. Where a third plastic lay- 
er is provided in the composite structure, this allows the 
possibility of two different types of plastic layers, provid- 
ing the possibility for incorporating different additional 
functionalities into the different layers. 
[0041] The present application thus describes trans- 
parent substrates and encapsulation films for use in 
electronic or optoelectronic devices which avoids or at 
least reduces the problems of prior art and provides sub- 
strates and films which have both good transparency 
and good barrier properties and which can also be han- 
dled without great risk of deteriorating the continuity of 
the substrate and its barrier properties. 
[0042] For a better understanding of the present in- 
vention and to show how the same may be carried into 
effect reference will now be made by way of example to 
the accompanying drawings in which: 

Figure 1 is a diagrammatic sectional view of a de- 
vice in accordance with one embodiment of the in- 
vention; 

Figure 2 is a diagrammatic sectional view of a de- 
vice in accordance with another embodiment of the 
present invention; 
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Figure 3 is a diagrammatic sectional view of a de- 
vice in accordance with a further embodiment of the 
present invention; 

Figure 4 is a plan view of a device in accordance 
with yet another embodiment of the invention; and 
Figure 5 is a diagrammatic sectional view of a "re- 
verse" structure. 

[0043] Figure 1 illustrates an organic light-emitting 
device with a composite structure as its substrate. In 
Figure 1 , OLED is used to denote the organic light-emit- 
ting device and CS is used to denote the composite 
structure. The composite structure comprises a plastic 
layer 2 and a glass layer 4. The organic light-emitting 
device OLED comprises a first electrode layer 6, in this 
case an anode formed of indium tin oxide, a first thin film 
of an organic light emissive material 8 (in this case PP V), 
a second thin film of an organic material 10 (e.g. MEHP- 
PV, and a second electrode layer 12 in this case a cath- 
ode, for example of a calcium layer capped by an alu- 
minium layer. The second layer of organic material can 
be a light-emissive layer or a charge transport layer or 
have some other purpose. Further organic light-emis- 
sive layers can be provided. 

[0044] As an alternative to the arrangement described 
above, layer 8 could be a charge transport layer such 
as polyethylenedioxythiophene doped with polystyrene 
sulphonic acid (PEDTPSS), polyaniline or PPV, while 
the second thin film layer 10 may be the light-emissive 
layer such as a blend of 5% poly(2.7-(9,9-di-n-octylflu- 
orene)-3,6-(benzothiadiazole) with 95% poly 
(2,7-(9,9-di-n-octylfluorene) (5F8BT), poly(2,7-(9,9-di- 
n-octylfluorene) (F8), poly(2,7-(9,9-di-n-octylfluorene) 
-(1 ,4-phenylene- ((4-methylphenyl)imino)-1 ,4-phe- 
nylene-( (4-methylphenyl) imino)-1, 4-phenylene))/poly 
(2. 7- (9. 9-di-n-octylfluorene) (PFM:F8). poly 
(2,7-(9,9-di-n-octylfluorene)-(1,4-pheny!ene-((4-methox- 
yphenyl)imino)-1,4-phenylene-((4-methoxyphenyl)imi- 
no)-1 ,4-phenylene))/poly(2,7-(9,9-di-n-octyl fluorene)/ 
poly(2,7-(9,9-di-n-octylfluorene)-(1,4-phe- 
nylene-((4-secbutylphenyl)imino)-1 ,4-phenylene)) (PF- 
MO:F8:TFB). 

[0045] The layer 12 forming the cathode can, for ex- 
ample, be a metallic element or alloy with a work func- 
tion of typically less than or around 3.5 eV or preferably 
even less than or around 3 eV. Examples are Ca, Ba. 
Li, Sm, Yb, Tb, etc or alloys of Al, Ag or others with low 
work function elements such as Ca, Ba, Li, Sm, Yb, Tb, 
etc. 

[0046] According to one method of construction, the 
device of Figure 1 is constructed by first forming the 
composite structure CS. Thus, a laminate comprising 
the plastic layer 2 and glass layer 4 is first formed and 
then used as a substrate for deposition of the indium tin 
oxide layer 6 on top of the inner surface of the glass 
layer 4. The composite structure comprising the plastic 
layer 2 and glass layer 4 is first fomned by laminating 
together a plastic sheet and a glass sheet. The glass 



sheet preferably has a thickness of around 200 \im and 
the plastic sheet has a thickness of around 200 iim. After 
formation of the composite structure CS, a layer of indi- 
um tin oxide 6 is deposited on the inner surface of the 
5 glass layer 4. Subsequently, an electroluminescent lay- 
er of poly(phenylene vinylene) (PPV) is deposited by 
spin-coating a precursor to PPV in a suitable solvent on- 
to the ITO layer 6 and then heating the spin-coated layer 
to convert the precursor to the polymer PPV. A subse- 
quent electroluminescent layer or charge transport layer 
10 is put down in a similar fashion. Finally, a layer of Ca 
is evaporated followed by the evaporation of an Al cap- 
ping layer. Alternatively, these layers could be deposited 
by sputtering, sequentially or by sputtering a Ca/AI alloy 
directly. 

[0047] According to another embodiment of the inven- 
tion, the structure of Figure 1 is formed by a process in 
which the sequence of steps is varied. Prior to forming 
the composite structure CS, the layer of glass 4 is coat- 
ed on its surface with a layer of indium tin oxide 6 and, 
after that process, the plastic layer 2 is laminated to the 
underside of the glass layer 4. Subsequent steps for 
manufacture of the device are as described above with 
reference to the first embodiment. 
[0048] Figure 2 represents a different structure in ac- 
cordance with the invention. In that structure, the com- 
posite structure still comprises a layer of plastic 2 and a 
layer of glass 4, but these layers are now positioned with 
the glass layer being the outer layer of the device and 
the plastic layer being the inner layer. In other respects, 
the construction of the device Is as described earlier with 
reference to Figure 1 . Similariy, the device can be man- 
ufactured as already mentioned. 
[0049] Figure 3 illustrates a further different structure 
according to another embodiment of the invention. In the 
structure of Figure 3, the composite structure comprises 
three layers, consisting of two plastic layers 2 and an 
intermediate glass layer 4. Manufacture of the device 
according to Figure 3 can be according to any of the 
preceding methods, that is by preformation of the com- 
posite structure and subsequent deposition of the or- 
ganic light-emitting device layers, or by some interme- 
diate coating step and subsequent laminating steps to 
form the composite structure. 

[0050] The structure of Figure 3 also includes an up- 
per encapsulation layer 14 which encloses the cathode 
layer 12. The upper encapsulation layer 14 can similariy 
be used in the embodiments of Figures 1 and 2. The 
upper encapsulation layer 1 4 can be of the type already 
mentioned or can be a film/composite which has metal 
as the dominant barrier film, e.g. a metal foil or metal 
covered plastic foil. 

[0051 ] Figure 4 illustrates a view looking down on the 
device, in which the plastic layer 2 of the composite ex- 
tends slightly beyond the glass layer 4. This provides 
plastic strips 2a, 2b which allow the device to be picked 
up thus reducing the likelihood of cracking the glass lay- 
er. 
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[0052] Figure 5 illustrates a device structure which 
has been fabricated in "reverse" order. That is, a metal 
encapsulation layer 14 forms the basis for deposition of 
the subsequent layers. In Figure 5, like numerals denote 
like layers as in Figures 1 to 3. 

[0053] The lower encapsulation layer 14 can be re- 
placed by an encapsulation layer having the following 
structures: 

1 . a composite of a plastic layer and a metal layer; 

2. a composite of a plastic layer, a thin glass layer 
and a metal layer; 

3. a composite of a thin glass layer and a metal lay- 
er. 

[0054] The upper polymer layer 8 in Figure 5 can be 
a conducting polymer such as PEDT:PSS constituting a 
charge transport layer. It is possible to manufacture the 
device of Figure 5 by precoating a composite structure 
of a thin glass layer 4 and plastic layer 2 with a layer of 
ITO 6 and a layer of conducting polymer. That composite 
can then be laminated to a preformed structure compris- 
ing the metal layer 14, cathode layer 12 and polymer 
layer 10. 



Claims 

1. Use of a transparent or substantially transparent 
formable and/or flexible composite structure com- 
prising a layer of glass (4) of a thickness <200 jim 
and a layer of plastic (2) as an outer protective ele- 
ment in a flexible electronic or optoelectronic device 
including at least one electrically active organic lay- 
er. 

2. Use according to claim 1 , wherein the glass layer is 
less than 100 ^m thick, preferably less than 50 ^m 
thick. 

3. Use according to claim 1 or 2, wherein the plastic 
layer has a thickness of <1 mm, preferably s200 ^m. 

4. Use according to any of claims 1 to 3, which com- 
prises an adhesive layer between the glass and 
plastic layers. 

5. Use according to any preceding claim, which com- 
prises a further plastic layer such that the layer of 
glass lies between two layers of plastic. 

6. Use according to any preceding claim, wherein at 
least one of the layers of the composite structure 
comprises an additive for altering the light behav- 
ioural properties. 

7. A flexible electronic or optoelectronic device com- 
prising: 



a flexible and/or formable composite structure 
comprising a layer of glass (4) of thickness 
<200 ^m and a layer of plastic (2); 
a transparent or substantially transparent first 
5 electrode layer (6) overiying the composite 

structure; 

at least one layer of an electrically active organ- 
ic material (8, 10) overiying the first electrode 
layer; and 

10 a second electrode layer (12) overiying the lay- 

er(s) of organic material. 

8. A device according to claim 7, wherein the compos- 
ite structure comprises an additional layer of plastic 

15 (2) such that the layer of glass lies between two lay- 
ers of plastic. 

9. A device according to claim 7 or 8, which comprises 
a further encapsulation layer (14) adjacent the sec- 

20 ond electrode layer. 

10. A method of constructing an electronic or optoelec- 
tronic device comprising: 

25 a) manufacturing a composite structure com- 

prising a layer of glass (4) of thickness <200 ^m 
and a layer of plastic (2); 

b) depositing a transparent or substantially 
transparent electrode layer (6) on the compos- 

30 ite structure; 

c) depositing at least one electrically active or- 
ganic layer (8, 10); and 

d) depositing a second electrode layer (1 2) over 
the organic layer(s). 

35 

11. A method according to claim 10, wherein step a) is 
carried out by laminating the layer of plastic to the 
layer of glass according to a batch, semi-continuous 
or continuous process. 

40 

12. A method according to claim 10, wherein step a) Is 
carried out by coating the layer of glass with a plas- 
tic coating to provide the layer of plastic. 

45 13. A method of making an electronic or optoelectronic 
device comprising: 

coating a layer of plastic (2) with a first trans- 
parent or substantially transparent electrode 
50 material (6); 

depositing at least one layer of an electrically 
active organic material (8, 10) over the first 
electrode material; 

depositing a second electrode layer (12) over 
55 the layer(s) of organic material; and 

laminating the structure formed by the preced- 
ing steps to a layer of glass (4) having a thick- 
ness of <200 \im. 
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14. A method of making an electronic or optoelectronic 
device comprising: 

coating a layer of glass (4) having a thickness 
of <200 |im with a first transparent or substan- 
tially transparent electrode material (6); 
depositing at least one layer of an electrically 
active organic material (8, 10) over the first 
electrode material; 

depositing a second electrode layer (12) over 
the layer(s) of organic material; and 
laminating the structure formed by the preced- 
ing steps to a layer of plastic (2). 

15. A method according to any of claims 10 to 14, in 
which an additional encapsulation layer (14) is pro- 
vided adjacent the second electrode layer. 

16. A method of making an electronic or optoelectronic 
device comprising: 

providing a metallic encapsulation layer (4); 
depositing a cathode layer (12) on the metallic 
encapsulation layer; 

depositing at least one electrically active organ- 
ic layer (8, 10) on the cathode layer; 
forming a composite structure comprising a lay- 
er of glass (4) having a thickness of <200 ^m, 
a layer of plastic (2) and a coating of an anode 
material (6); and 

laminating the composite structure to the struc- 
ture formed by the preceding steps with the lay- 
er of anode material adjacent the uppermost or- 
ganic emissive layer. 



PatentansprOche 

1. Verwendung einer transparenten oder im Wesent- 
lichen transparenten formbaren und/oder flexiblen 
Kompositstruktur, die aus einer Glasschicht (4) mit 
einer Dicke von <200 Mm und einer Kunststoff- 
schicht (2) besteht, als auBeres Schutzelement in 
einer flexiblen elektronischen oder optoelektroni- 
schen Anordnung, die wenigstens eine elektrisch 
aktive organlsche Schicht enthalt. 

2. Venwendung nach Anspruch 1, wobei die Glas- 
schicht weniger als 1 00 [im dick, vorzugsweise we- 
niger als 50 ^m dick, ist. 

3. Verwendung nach Anspruch 1 oder 2, wobei die 
Kunststoffschicht eine Dicke von ^1 mm, vorzugs- 
weise ^200 ^m besitzt. 

4. Venwendung nach einem der AnsprCiche 1 bis 3, wo- 
bei eine Klebstoffschicht zwischen der Glasschicht 
und der Kunststoffschicht vorgesehen ist. 



5. Venwendung nach einem der vorangehenden An- 
spruche, wobei eine weitere Kunststoffschicht der- 
art vorgesehen ist, dass die Glasschicht zwischen 
den beiden Kunststoffschichten liegt. 

5 

6. Verwendung nach einem der vorangehenden An- 
spruche, wobei wenigstens eine Schicht der Kom- 
positstruktur einen Zusatz zur Veranderung der 
leichten Verhattenseigenschaften enthdit. 

10 

7. Flexible elektronische oder optoelektronische An- 
ordnung, welche aufweist: eine flexible und/oder 
formbare Kompositstruktur, die aus einer Glas- 
schicht (4) mit einer Dicke von ^00 ^m und einer 

15 Kunststoffschicht (2) besteht; 

eine transparente oder im Wesentlichen trans- 
parente erste Elektrodenschicht (6), welche 
Qber der Kompositstrutkur liegt; 
20 wenigstens eine Schicht eines elektrisch akti- 

ven organischen Materials (8,10), die uberder, 
ersten Elektrodenschicht liegt; und 
eine zweite Elektrodenschicht (12), die uber 
den Schichten aus organischem Material liegt. 

25 

8. Anordnung nach Anspruch 7. bei welcher die Kom- 
positstruktur eine weitere Kunststoffschicht (2) der- 
art aufweist, dass die Glasschicht zwischen den 
beiden Kunststoffschichten liegt. 

30 

9- Anordnung nach Anspruch 7 oder 8, welche eine 
weitere Einkapselungsschicht (14) aniiegend an 
der zweiten Elektrodenschicht enthalt. . . 

35 10. Verfahren zum Aufbau einer elektronischen oder 
optoelektronischen Anordnung, welches umfasst: 

a) Herstellen einer Kompositstruktur, die aus ei- 
ner Glasschicht (4) mit einer Dicke von <200 

40 m|x und einer Kunststoffschicht (2) besteht; 

. . b) Aufbringen einer transparenten Oder im We- 

sentlichen transparenten Elektrodenschicht (6) 
auf die Kompositstruktur; 

c) Aufbringen wenigstens einer elektrisch akti- 
45 ven organischen Schicht (8,10); und 

d) Aufbringen einer zweiten Elektrodenschicht 
(12) auf die organischen Schicht(en). 

11. Verfahren nach Anspruch 10, bei welchem Schritt 
50 a) durch Auf schichten der Kunststoffschicht auf die 
Glasschicht in einem beschickungsweisen, halb- 
kontlnuieriichen oder kontinuieriichen Verfahren 
ausgefuhrt wird. 

55 12. Verfahren nach Anspruch 10, bei welchem Schritt 
a) durch Beschichten der Glasschicht mit einer 
Kunststoffbeschichtung zur Blldung der Kunststoff- 
schicht beschichtet wird. 
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13. Verfahren zur Herstellung einer elektronischen 
Oder optoelektronischen Anordnung, welches um- 
fasst: 

Beschichten einer Kunststoffschicht (2) mit ei- 
nem ersten transparenten Oder im Wesentli- 
Chen transparenten Elektrodenmaterial (6); 
Aufbringen wenigstens einer Schicht eines 
elektrisch aktiven organischen Materials (8,10) 
auf das erste Elektrodenmaterial; 
Aufbringen einer zweiten Elektrodenschicht 
(12) auf die Schicht (en) aus organischem Ma- 
terial; und 

Aufschichten der durch die vorangehenden 
Schritte gebildeten Struktur auf eine Glas- 
schicht (4) mit einer Dicke von <200 \im. 

14. Verfahren zur Herstellung einer elektronischen 
Oder optoelektronischen Anordnung, welches um- 
fasst: 

Beschichten einer Glasschlcht (4) mit einer Dlk- 
ke <200 \im mit einem ersten transparenten 
Oder im Wesentlichen transparenten Elektro- 
denmaterial (6); 

Aufbringen wenigstens einer Schicht aus ei- 
nem elektrisch aktiven organischen Material 
(8,10) auf das erste Elektrodenmaterial; 
Aufbringen einer zweiten Elektrodenschicht 
(12) auf die Schicht(en) aus organischem Ma- 
terial; und 

Aufschichten der durch die vorangehenden 
Schritte gebildeten Struktur auf eine Kunststoff- 
schicht (2). 

15. Verfahren nach einem der Anspruche 10 bis 14, bei 
wetchem eine zusatzliche Verkapselungsschicht 
(14) aniiegend an der zweiten Elektrodenschicht 
vorgesehen 1st. 

16. Verfahren zur Herstellung einer elektronischen 
Oder optoelektronischen Anordnung, welches um- 
fasst: 



Struktur, wobei die Schicht aus Anodenmaterial 
an der obersten organischen Emissionsschicht 
aniiegt. 

5 

Revendications 

1 . Utilisation d'une structure composite fagonnable et/ 
ou flexible comprenant une couche de verre (4) 

10 d'une epaisseur < 200 ^m et une couche de matiere 
plastique (2) transparente ou sensiblement trans- 
parente en tant qu'element protecteur exterieur 
dans un dispositif electronique ou optoelectronique 
flexible comportant au moins une couche organique 

15 electriquement active. 

2. Utilisation selon la revendicatton 1 , dans laquelle la 
couche de verre a une epaisseur inf^rieure a 100 
^m, et une epaisseur de preference inf6rieure k 50 

20 Jim. 

3- Utilisation selon la revendication 1 ou 2, dans la- 
quelle la couche de matiere plastique a une epais- 
seur < 1 mm, et de preference ^ 200 ^m. 

25 

4. utilisation seton I'une quelconque des revendica- 
tions 1 a 3, comprenant une couche adhesive entre 
les couches de verre et de matiere plastique. 

30 5. Utilisation selon Tune quelconque des revendica- 
tions pr^c^dentes, comprenant une couche de ma- 
tiere plastique suppl^mentaire de telle fagon que la 
couche de verre se situe entre deux couches de 
matiere plastique. 

35 

6. Utilisation seton Tune quelconque des revendica- 
tions prec^dentes, dans laquelle au moins I'une des 
couches de la structure composite comprend un ad- 
ditif pour modifier les propri6t6s de comportement 

40 a la lumiere. 

7. Dispositif electronique ou optoelectronique flexible 
comprenant : 

une structure composite flexible et/ou fagonna- 
ble comprenant une couche de verre (4) d'une 
epaisseur < 200 ^m et une couche de matiere 
plastique (2) ; 

une premiere couche d'^lectrode (6) transpa- 
rente ou sensiblement transparente superpo- 
see k la structure composite ; 
au moins une couche d'un materiau organique 
electriquement actif (8, 10) superpos6e k la 
premiere couche d'electrode ; et 
une seconde couche d'electrode (1 2) superpo- 
see a la ou aux couche(s) de materiau organi- 
que. 



Vorbereiten einer metallischen Einkapselungs- 45 
schicht (14); 

Aufbringen einer Kathodenschicht (12) auf die 
metallische Verkapselungsschicht; 
Aufbringen wenigstens einer elektrisch aktiven 
organischen Schicht (8,10) auf die Kathoden- so 

schicht; 

Herstellen einer Kompositstruktur, die eine 
Glasschicht (4) mit einer Dicke von <200 urn, 
eine Kunststoffschicht (2) und eine Beschich- 
tung aus einem Anodenmaterial (6) aufwelst; 55 
und 

Aufschichten der Kompositstruktur auf die 
durch die vorangehenden Schritte gebildete 



25 

4. 
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8. Dispositif selon la revendication 7, dans lequel la 
structure composite comprend une couche supple- 
mentaire de mati^re plastlque (2) de fagon que la 
couche de verre se situe entre deux couches de 
matiere plastique. 

9. Dispositif selon la revendication 7 ou 8, comprenant 
en outre une couche d'encapsulation (14) adjacen- 
te k la seconde couche d'^lectrode. 

10. Proc^de de realisation d'un dispositif ^lectronique 
ou opto^tectronique comprenant : 

a) la fabrication d'une structure composite com- 
prenant une couche de verre (4) d'une §pais- 
seur < 200 ^m et une couche de matiere plas- 
tique (2) ; 

b) le d^pdt d'une couche d'^lectrode (6) trans- 
parente ou sensiblement transparente sur la 
structure composite ; 

c) le d^pot d'au moins une couche organique 
electriquement active (8, 10) ; et 

d) le depdt d'une seconde couche d'electrode 
(12) sur la ou les couche(s) organique(s). 

11. Precede selon la revendication 10, dans lequel 
I'etape a) est effectu^e en stratifiant la couche de 
matiere plastique sur la couche de verre par un trai- 
tement discontinu, semi-continu ou continu. 

12. Precede selon la revendication 10, dans lequel 
I'etape a) est effectu^e en rev§tant la couche de 
verre d'un revetement de matiere plastique pour for- 
mer la couche de matiere plastique. 

13. Precede de. fabrication d'un dispositif ^lectronique 
ou opto^lectronique, comprenant : 

le revetement d'une couche de matiere plasti- 
que (2) d'un premier mat^riau d'electrode (6) 
transparent ou sensiblement transparent ; 
le d^pdt d'au moins une couche d'un mat^riau 
organique 6lectriquement actif (8, 10) sur le 
premier mat6riau d'electrode ; 
le depot d'une seconde couche d'electrode (1 2) 
sur la ou les couche(s) de materiau organique ; 
et 

la stratification de la structure form^e par les 
etapes precedentes sur une couche de verre 
(4) ayant une epatsseur ^ 200 ^m. 



10 



15 



20 



25 



30 



35 



40 



45 



50 



le depot d'au moins une couche d'un materiau 

organique electriquement actif (8, 10) sur le 

premier materiau d'electrode ; 

le depot d'une seconde couche d'electrode (12) 

sur la ou les couche(s) de materiau organique ; 

et 

la stratification de la structure formee par les 
etapes precedentes sur une couche de matiere 
plastique (2). 

15. Precede selon Tune quelconque des revendications 
10^14, dans lequel une couche d'encapsulation 
supplemental re (14) est formee de fagon adjacente 
k la seconde couche d'electrode. 

16. Precede de fabrication d'un dispositif eiectronique 
ou optoeiectronique, comprenant : 

la mise en place d'une couche d'encapsulation 
metallique(14) ; 

le depot d'une couche de cathode (12) siir la 
couche d'encapsulation metallique ; 
le depot d'au moins une couche organique 
electriquement active (8, 10) sur la couche de 
cathode ; 

la formation d'une structure composite compre- 
nant une couche de verre (4) ayant une epais- 
seur < 200 \xm, une couche de matiere plasti- 
que (2) et un revetement d'un materiau d'anode 
(6);et 

la stratification de la structure composite sur la 
structure formee par les etapes precedentes. 
la couche de materiau d'anode etant adjacente 
k la couche emissive organique superieure. 



14. Precede de fabrication d'un dispositif eiectronique 
ou optoeiectronique, comprenant : 

le revetement d'une couche de verre (4) ayant 
une epaisseur < 200 |im d'un premier materiau 
d'electrode (6) transparent ou sensiblement 
transparent ; 
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